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PROCESSES

Preparing
the

Surface
Carving
p, 87
or

Repousse
p. 77

Burnishing

Immersing

Preparing
the

Enamel
p. 129
Charging
p. 130

Model the design either by carving or repousse.
The higher part should be about %0 inch be-
low the rim which remains the original thickness
of the metal.

Preparing

Burnish the surface to clean.

If the surface has been incised with the graver

this will be sufficient.

Immerse in a bowl of cold water until ready to
apply the enamel.
Prepare the enamel.

Charge the piece with enamel. If several col-
ors are used let each one dry before adding
another as there is no retaining wall between
colors. A small amount of gum tragacanth
can be mixed with the enamel to keep it from
spreading.

If the design has been executed in repousse
the metal must be keyed on the back with a
graver and enamel mixed with a little gum
tragacanth painted on. Absorb the moisture
with blotting paper before charging the other
side.
Prepare for firing.

.

Firing
p. 131